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(54) Hermatio powor chip 
packagas 

(57) A hermetic power chip package 
comprises a dielectric plate (18) 
having at least a first electrode (20, 
22, 24) bonded to a lower surface 
of the plate, a corresponding 
conductive lead bonded to an upper 
surface of the plate, and at least 
one conductive through hole 
interconnecting the electrode and 
the lead, a power chip (16) having 
at least a first terminal (34, 36) on 
its upper side bonded to the first 
electrode and a terminal {33} on Its 
lower side, and a lower electrode 
(1 7) in the form of a conductive 
sheet bonded to the lower terminal 
(38) and hermetically sealed to the 
dielectric plate 1 8 through a 
metallic sealing ring (42). 
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SPECIFICATION 

Hermetic power chip packages 

5 The present invention relates to packages for 
power semiconductor chips, and, more parti- 
cularly, to hermetic power chip packages. 

Power semiconductor chips (hereinafter, 
simply "power chips") generate waste heat 
1 0 during operation typically In excess of about 
one watt. This heat must be removed in order 
to prevent destruction of the power chip. 
Power chips are accordingly assembled in a 
package or arrangement designed to facilitate 
1 5 the removal of heat from the power chip. 

Hermetic, or airtight, packages are particularly 
desirable for packaging power chips, since 
hermetic packages shield the power chips 
from contaminants and moisture that are 
20 known to degrade the operating performance 
of power chips. 

A typical hermetic power chip package that 
is presently available includes a relatively mas- 
sive metallic baseplate on which the power 
25 chip is thermally mounted, and, which, in 
turn, is adapted to be thermally mounted 
upon a metallic heat sink. Two glass-to-metal 
hermetic seals are typically incorporated in the 
power chip package to permit electrical access 
30 to the power chip via current leads. These 
glass-to-metal seals are expensive to make, 
and the use of the metallic baseplate is also 
expensive. The power chip package addition- 
ally includes a housing that hermetically en- 
35 closes the power chip and one or more of the 
foregoing glass-to-metal seals resulting in fur- 
ther expense of the package. 

The foregoing describes a hermetic power 
chip package In an essentially completed 
40 form, that is, in a form ready for use in circuit 
applications. Initial electrical testing of power 
chips has heretofore been carried out by as- 
sembling the power chips in completed her- 
metic power chip packages to provide for 
45 removal of waste heat. Such testing is neces- 
sary to ascertain important device character- 
istics, such as, in a power Darlington transis- 
tor, the common emitter current gain, Hpg^ 
and the collector-to-emitter voltage at device 
50 saturation, V^g^T)- 'f the power chip in a 
power chip package does not meet the re- 
quired standards, the entire power chip pack- 
age is discarded. As a consequence, the test- 
ing of power chips in presently available her- 
56 metic packages is costly. In order to make 
testing of power chips more economical, it 
would be desirable to provide a hermetic 
p wer chip package in a partially-complet d 
r building block ^rm, so as to reduce th 
60 expense f discarded packag s. 
f Accordingly, an object of the pres nt inven- 
tion Is to provid a relatively inexpensive 
hermetic pow r chip package having a high 
capacity f r heat removal from a power chip, 
65 particularly a packag that is dielectrically 



isolated from a heat sink on which the her- 
metic power chip package may be mounted, 
' and which is in building block form. 

A further object of the invention is to pro- 

70 vide a hermetic power chip package that does 
not require the inclusion of a metallic base- 
plate for power chip testing. 

In accordance with the present invention, 
there is provided a hermetic power chip pack- 

75 age, which, in a preferred form as directed to 
a power Darlington transistor, includes an 
upper package section, a power Darlington 
transistor, and*^ lower package section. The 
upper package section comprises a dielectric 

80 plate with first and second base electrodes 
and an emitter electrode on the underside 
thereof. Electrical access to these electrodes Is 
provided from the top side of the dielectric 
plate by corresponding first and second base 

85 leads and an emitter lead, which leads are 
respectively connected through the dielectric 
plate to the first and second base electrodes 
and the emitter electrode via vertically-ori- 
ented conducting-through holes in the dlelec- 

90 trie plate. The upper package section further 
includes a metallic sealing ring bonded to the 
underside thereof and encompassing the first 
and second base electrodes and the emitter 
electrode. 

95 The power Darlington transistor has first 
and second base terminals and an emitter 
terminal on the upper side thereof, which are 
electrically connected to the corresponding 
electrodes on the underside of the dielectric 
1 00 plate of the upper package seciton, and also 
has a collector terminal on the lower side 
thereof. 

The lower package section comprises a col- 
lector electrode that is bonded to the single 

105 collector terminal and, additionally, that is 
bonded to the metallic sealing ring of the 
upper package section so as to hermetically 
enclose the power Darlington transistor. 

The foregoing hermetic power chip package 

110 does not require a metallic baseplate and is in 
a partially completed or building block form. 

A further hermetic power chip package in 
accordance with the present invention as di- . 
rected to a power Darlington transistor, incor- 

115 porates an upper package section and a 

power Darlington transistor that are suitably 
identical to the corresponding parts of the 
power chip package just described. The fur- 
ther package includes a lower package section 

1 20 comprising a collector electrode in isheet form 
bonded to the upper side of the plate, and 
which electrode, in turn, is bonded to the 
lower or coll ctor terminal of the power Dar- 
lington transistor. A gasket Is disp sed be- 

1 25 tw en the upp r and t wer package s ctions, 
with th upper sid f the gask t b ing 
bonded to the metallic s aling ring of the 
upp r packag section and the low r sid of 
the gasket being bonded to the collector I c- 

130 trode f the lower packag section. The ther- 
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mal expansion coefficient of the gask t is 
preferably selected to be within about ± 50 
percent of that of the upper package section. 
The resulting package can undergo repeated 
5 cycling between widely differing hot and cold 
temperatures and yet maintain mechanical in- 
tegrity and hermeticity. 

In the accompanying drawings* by way of 
example only:- 
1 0 Figure 1 is an exploded view of power chip 
package looking upward towards the power 
chip package^ In accordance with the inven- 
tion; 

Figure 2 is a top plan view of upper pack- 
15 age section 12 of Fig. 1 shown somewhat 
enlarged; 

Figure 3 is a detail view in crose-sectlon of 
a conducting-through hole 26 of Fig. 2 taken 
along line 3-3 of Fig. 2; 
20 Rgure 4 is a cross-sectional view of the 
power chip package of Rg. 1 when assem- 
bled, taken along line 4-4 of Fig. 1; 

Figure 5 is a view similar to Fig. 4, illustrat- 
ing. an alternative embodiment to the power 
25 chip package of Fig. 1; 

Figure 6 is an exploded view of a power 
chip package, looking upward towards the 
power chip package; 

Figure 7 is ia cross-sectional view of the 
30 power chip package of Rg. 6 when assem- 
bled, taken along line 7-7 of Fig. 6; and 
Rgure 8 is a depiction of an ahernative 
implementation of gasket 64 of Rg. 6. 

There is shown as Fig. 1 an exploded view 
35 of a hermetic power chip package 10 looking 
upward towards package 1 0, in accordance 
with the present invention. Package 1 0 com- 
prises upper and lower package sections 1 2 
and 1 4 with an exemplary power chip 1 6 
40 situated therebetween, such as a power Dar- 
lington transistor. 

Upper package section 1 2 comprises a die- 
lectric plate 18 with a thermal expansion 
coefficient close to that of power chip 1 6, for 
45 example the ceramic beryilia or alumina where 
power chip 16 comprises silicon. Bonded to 
the lower side of dielectric plate 1 8 are first 
base electrode 20, second base electrode 22 
and emitter electrode, 24. These electrodes 
60 preferably compri^ copper that has been 
bonded to dielectric plate 1 8 by a eutectic 
bonding procedure; that is, a bonding proce- 
dure during which a molten eutectic alloy is 
formed between each of electrodes 20, 22 
55 and 24 and dielectric plate 1 8. Details of 

preferred eutectic bonding procedures are dis- 
cussed (and claimed) in the following U.S. 

. Patents: No. 3,766,634 G.L Babcock et 

al., issued 23 October 1973 and No. 
60 3,994,430 — D.A. Cusano et al., issued 30 
N V mber 1 976. These patents are assigned 
to the present assignee and their ntire disclo- 
sur s are incorporated herein by reference. As 
an alternative to using utectically bonded 
65 copper for electrodes 20, 22 and 24, these 



lectrodes may compris m tallic sh ts, such 
as copper, that are soldered to a solderable 
metal layer (not shown) that is deposited onto 
the underside of dielectric plate 1 8, such as 
70 by evaporation of copper onto plate 18. 

On the upper surface of dielectric plate 1 8, 
as shown in the enlarged top plan view of Fig. 
2, a set of leads is provided that is comple- 
mentary to electrodes 20, 22 and 24, that is, 
75 first base lead 20'. second base lead 22' and 
emitter lead 24'. These complementary leads 
20', 22' and 24' provide electrical access 
from the exterior of power chip package 1 0 to 
electrodes 20, 22 and 24, which are located 
80 in the interior of power chip package 1 0. 
Electrically interconnecting interior elec- 
trodes 20, 22 and 24 (Fig. 1) with exterior 
electrodes 20', 22', and 24', as illustrated in 
Fig. 2, are conducting-through holes 26, indh 
85 cated in Fig. 1 by dashed lines. A suitable 
construction of a conducting-through hole is 
illustrated in the detail view of Fig. 3. taken 
along lines 3-3 in Fig. 2, and which is in 
fragmentary, cross-sectional form. As can be 
90 observed in Rg. 3, a hole 28 is provided 

vertically through dielectric plate 1 8, which is 
filled with a conduting medium, such as sol- 
der 30. In a preferred procedure for forming 
conducting-through hole 26, hole 28 is first 
95 provided in dielectric plate 18, followed by 
the bonding of emitter electrode 24 to the 
underside of dielectric plate 18. Electrode 24 
covers the bottom of hole 28 so as to hermeti- 
cally seal hole 28. Upper lead 24' is then 
100 bonded, as with a eutectic bonding proce- 
dure, to the upper side of dielectric plate 1 8, 
preferably with a preformed hole 32 being 
aligned with hole 28 of dielectric plate 1 8. 
Solder 30 is then melted into holes 28 and 
1 05 32 so as to form a conductive link between 
emitter electrode 24 and emitter lead 24. 
Further details of suitable conducting-through 
holes are discussed, for example, in an article 
by J,F. Burgess, C.A. Neugebauer, G. Flana- 
110 gan and R.W. Moore, entitled "Hybrid Pack- 
ages by the Direct Bonded Copper Process", 
Solid State Technology, May 1975, pages 
42-44 (see Fig. 5 and discussion thereof). 
This article is hereby incorporated by refer- 
115 ence. 

Referring again to Rg. 1 , interior electrodes 
20, 22 and 24 of upper package section 1 2 
are patterned to correspond to the upper 
terminals of power chip 1 6, which, as illus- 

1 20 tirated in exaggerated form for a power Dar- 
lington transistor, comprise a first base termi- 
nal (not shown) corresponding to Interior elec- 
trode 20 of upper package section 1 2, an 
emitter t rmlnal 34, and a second base terml- 

125 nal36. 

Power chip 1 6 has a single collector t rmi- 
nal 38 on its lower side (at least for a Dariing- 
ton transistor) and is adapted to el ctrically 
c ntact low r packag secti n 14. In the 

1 30 illustrated embodiment f p wer chip package 
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1 0, lower package section 1 4 comprises a 
collector electrode 1 1 , preferably formed from 
a metallic sheet, such as copper, with an 
exemplary upwardly projecting collector lead 
5 formed integrally with collector electrode 1 7 
and, further, with an upward-facing, concave 
recess 17b for accommodating power chip 16 
when hermetic power chip package 1 0 is 
assembled. In order to permit bonding of 
1 0 lower package section 1 4 to upper package 
section 1 2, upper section 1 2 is provided wrth 
a metallic sealing ring 42, bonded to the 
underside thereof and encompassing interior 
electrodes 20, 22 and 24. Metallic sealing 
1 5 ring 42 preferably comprises copper eutectl- 
cally bonded to dielectric plate 1 8, although it 
may comprise a solderable layer formed, for 
example, by evaporation of copper onto the 
underside of dielectric plate 1 8. 
20 In accordance with a preferred procedure of 
assembling ^ermetic power chip package 10, 
the upper terminals of power chip 1 6 (I.e., the 
first base terminal, not shown, and terminals 
34 and 36) are soldered to interior electrodes 
25 20, 22 and 24 with preformed layers of 

solder. Lower terminal 38 of power chip 16 is 
then soldered to collector electrode 1 7 with a 
preformed layer of solder and, at the same 
time, collector electrode 1 7 may be soldered 
30 to metallic sealing ring 42 of upper package 
section 12. Other assembly procedures for 
package 1 0 will be apparent to those skilled 
in the art, such as a procedure wherein collec- 
tor electrode 1 7 is bonded to metallic sealing 
35 ring 42 by laser or electron beam welding. 
When a sequence of soldering operations is 
used, as in the presentlyrdescribed assembly 
procedure, a hierarchy of decreasing solder 
melting temperatures, preferably limited to 
40 two, will ensure that previous solder bonds 
are not re melted. 

When power chip 1 0 is assembled, it ap- 
pears as shown in the cross-sectional view of 
Fig. 4, which is taken along line 4-4 of Fig. 
45 1. As can be observed, in Fig. 4, collector 
electrode 1 7 of lower package section 1 4 
encloses power chip 16 within upwardly- 
facing concave recess 1 7b and is bonded to 
metallic sealing ring 42 of upper package 
50 section 1 2 so as to hermetically seal power 
chip 16 in package 10. 

Power chip 1 6, when assembled in her- 
metic power chip package 1 0, can be electri- 
cally tested without danger of overheating and 
55 destruction, since collector electrode 1 7 can 
be mechanically pressed against a heat sink 
(not shown) for withdrawing heat from power 
chip 16. Electrical access to the first bas 
terminal (not shown), second base terminal 
60 36, and mitter terminal 34 of power chip 1 6 
is provid d via first base lead 20', second 
bas lead 22', and mitter I ad 24', respec- 
tively, on the surfac of di lectric plate 1 8 
(see Fig. 2). Herm tic power chip packag 10 
65 b neficially is in building block form inasmuch 



as it comprises only a portion of a complete 
hermetic power chip package assembly (not 
shown), and, as such, provides an economical 
means for testing power chip 1 6 before incor- 

70 poration thereof Into a complete, hermetic 
power chip package assembly. Of particular 
interest is the lack of a metallic baseplate in 
package 10. 

If electrical isolation Is desired between col- 

75 lector electrode 1 7 and a heat sink (not 
shown) upon which hermetic power chip 
package 1 0 is^^o be mounted, a further dielec- 
tric plate 44 as illustrated in Fig. 5 can be 
provided in bonded relationship to the under- 

80 side of collector electrode 1 7 of power chip 
package 10. In the hermetic power chip pack- 
age of Rg. 5, dielectric plate 44 preferably 
has a thermal expansion coefficient close to 
that of power chip 1 6 and suitably comprises 

85 the ceramic beryltia or alumina where power 
chip 1 6 comprises silicon. Dielectric plate 44 
may be conveniently bonded to a metallic 
heat sink (not shown) via a metal layer 46 on 
the underside of dielectric plate 44, which 

90 preferably comprises copper eutectically 

bonded to dielectric plate 44, or alternatively, 
a solderable layer, such as evaporated copper. 
Collector electrode 17 is preferably bonded to 
dielectric plate 44 with a eutectic bonding 

95 procedure although collector electrode 1 7 

could alternatively be soldered to a solderable 
metal layer (not shown), such as evaporated 
copper, provided atop dielectric plate 44, 
Turning now to Fig. 6, there is shown a 
100 hermetic power chip package 60 looking up- 
ward towards package 60, in acQordance with 
a further embodiment of the invention. Pack- 
age 60 comprises an upper package section 
12' and a power chip 16', which are suitable 
105 identical to upper package section 12 and 
power chip 1 6, respectively, of power chip 
package 1 0 of Fig. 1 . Like reference numerals 
as between Fig. 6 and Fig. 1 refer to like 
parts. 

110 Hermetic power chip package 60 further 
includes a lower package section 62 and a 
gasket 64 situated between upper and lower 
package sections 12' and 62, respectively. 
Lower package section 62 comprises a collec- 

115 tor electrode 66 with an exemplary collector 
lead 66a formed integrally therewith. If dielec- 
tric isolation of collector electrode 66 with 
respect to a metallic heat sink (not shown) is 
desired, lower package section 62 further 

120 includes a dielectric plate 68, such as the 
ceramic beryllia or alumina, with collector 
electrode 66 bonded to the upper surface of 
di lectric plate 68, preferably by a eutectic 
bonding proc dur as discuss d above. 

1 25 Gask t 64 preferably comprls s a material 
having a thermal xpansion c efficient within 
ab ut ± 50 p rcent of that of upp r package 
s ction 12'. Where pow r chip 16 comprises 
silicon, for example, gasket 64 suitably conn- 

1 30 prises m tybdenum or tungsten, by way f 
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example. 

The interfjtting of the various portions of 
power chip package 60 can be best appreci- 
ated by constdering Fig. 7, which is a cross- 
5 sectional view of package 60 taken along 
lines 7-7 of Fig. 6. As is shown, the upper 
side of gasket 64 is bonded to metallic seal- 
ing ring 42' of upper section 1 2', and the 
lower side of gasket 64 is bonded to metallic 
10 sheet 66 of lower package section 62. Gasket 
64 encompasses power chip 1 6'. It can be 
appreciated from Fig. 2 that dielectric plate 
68 of lower package section 62 is wider and 
larger than collector electrode 66. TTjis is to 
15 provide an elongated, so-called "electrical 
creep" distance on the surface of dielectric 
plate 68 between collector electrode 66 and a 
metallic baseplate (not shown) upon which 
dielectric plate 68 is typically mounted. 
20 In accordance with a preferred procedure 
for assembling power chip package 60, power 
chip 1 6' Is first soldered to interior electrodes 
20', 22' and 24' of upper package section 
1 2' with a preformed layer of solder. Gasket 
25 64 is then soldered to sealing ring 42' of 
upper package section 1 2' with a preformed 
layer of solder and lower package section 62 
is simultaneously soldered to both lower ter- 
minal 38' of power chip 1 6' and to the lower 
30 side of gasket 64 with preformed layers of 
solder. As will be apparent to those skilled in 
the art, the foregoing sequence of soldering 
operations can be carried out by using pre- 
formed layers of solder to limit to two, with a 
35 hierarchy of decreasing melting temperatures, 
so as not to impair solder bonds once formed. 

Hermetic power chip package 60 achieves a 
high degree of mechanical integrity and is 
thus suitable for use under repeated cycling of 
40 power chip 1 6' between widely differing heat 
and cold temperature (e.g., between — 40*C 
and + 1 50*C) because gasket 64 expands 
and contracts horizontally with dielectric plate 
12'. 

45 In an alternative embodiment of hermetic 
power chip package 60, a gasket 64' as 
Illustrated in Rg, 8 is provided in lieu of 
gasket 64 shown in Rg. 6. Gasket 64' com- 
prises a dielectric material preferably having a 

50 thermal expansion coefficient within about 
± 50 percent of that of dielectric plate 1 8' 
(Fig. 7). Dielectric material 70 may suitably 
comprise the ceramic beryilia or alumina 
where power chip 1 6' comprises silicon, for 

55 example. Solderable metal layers 72 and 74 
are bonded to the upper and lower surfaces of 
gasket 64', respecth/ely, and preferably com- 
prise eutectically bonded copper. 

In providing a complet hermetic pow r 

80 chip package assembly (not illustrated), one or 
more of the foregoing, hermetic power chip 
packages may be mounted, as by soldering, 
to a m talllc baseplate (n t shown). Such 
metallic bas plate may advantag ously have 

65 mounted thereon "signal", or non-power. 



chips in their customary packages, that is. in 
signal chip carriers, resulting in a hybrid pack- 
age. An inexpensive, non-hermetic housing 
may then be provided covering the metallic 
70 baseplate and both a hermetic power chip 
package(s) and a signal chip carrier(s), with 
provision for extemal electrical leads con- 
nected to the electrical leads of the enclosed 
hermetic power chip package(s) of signal chip 
75 carriers. 

pie foregoing describes hermetic power 
chip packages in building block form that 
permit economical testing of power chips and 
have a high capacity for waste heat removal 
80 from the power chips. In one embodiment, 
dielectric isolation Is provided between a her- 
metic power chip package and a metallic heat 
sink on which the package is typically 
mounted. 

85 While the invention has been described 
with respect to specific embodiments, many 
modifications and substitutions thereof will be 
apparent to those skilled in the art. It is. 
therefore, to be understood that the following 

90 claims are intended to cover all such modifica- 
tions and substitutions as fall within the true 
spirit and scope of the invention. 

CLAIMS 

95 1 . A hermetic power chip package/ com- 
prising: 

a) an upper package section comprising a 
dielectric plate, at least a first electrode 
bonded to a lower surface of said plate and a 

1 00 first metallic lead bonded to an upper surface 
of said plate, at least one conducting-through 
hole in said dielectric plate electrically inter- 
connecting said first electrode and said first 
metallic lead, and a metallic sealing ring 

1 05 bonded to the lowei* side of said plate and 
encompassing said first electrode: 

b) a power chip including at least a first 
terminal located on an upper side thereof and 
bonded to said first electrode of said upper 

110 package section and further including a single 
terminal on a lower side thereof; and 

c) a package lower section comprising a 
power chip lower electrode in sheet form 
bonded to said single terminal on the lower 

115 side of said power chip, said power chip lower 
electrode also being bonded to said metallic 
sealing ring of said u^per package section so 
as to hermetically enclose said power chip. 

2. The hermetic power chip of claim 1 
1 20 wherein said first electrode and said first 

metallic lead each comprises copper that is 
eutectically bonded to said dielectric plate. 

3. The herm tic pow r chip package of 
claim 2 wherein said metallic sealing ring of 

1 25 said packag upper seiction c mprises copper 
that is eutectically bonded to said dielectric 
plate. 

4. The h rm tic power chip packag of 
claim 1 wherein said packag low r secti n 

1 30 further compris s a dielectric plate bonded to 
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the underside of said power chip lower elec- 
trode and a metallic sheet bonded to the 
underside of said dielectric plate. 

5. A hermetic power chip package, com- 
5 prising: 

a) ah upper package section comprising a 
dielectric plate, at least a first electrode 
bonded to a lower surface of said plate and a 
first metallic lead bonded to an upper surface 

1 0 of said plate, at least one conducting-thrpugh 
hole in said dielectric plate electrically Inter- 
connecting said first electrode and said first 
metallic lead, and a metallic seaimg ring 
bonded to the lower side of said plate and 

1 5 encompassing said first electrode; 

b) a power chip having at least a first 
terminal located on an upper side thereof and 
bonded to said first electrode of said upper 
package section and having a single terminal 

20 on a lower side thereof; 

c) a package lower section comprising a 
power chip lower electrode in sheet form 
bonded to said single terminal on the lower 
side of said power chip, and 

25 d) a gasket with upper and lower sides and 
encompassing said power chip, said upper 
side being bonded to said metallic sealing ring 
of said package upper section and said lower 
side being bonded to said power chip lower 

30 electrode of said package lower section so as 
to hermetically enclose said power chip. 

6. The hermetic power chip package of 
claim 5 wherein said gasket has a thermal 
expansion coefficient within about ±50 per- 

35 cent of that of said dielectric plate of said 
upper package section. 

7. The power chip package of claim 5 
wherein said power chip comprises silicon and 
said gasket comprises one of the group con- 

40 sisting of tungsten and molybdenum. 

8. The power chip package of claim 5 
wherfBin SBid gasket comprises a ceramic with 
upper and lower layers of copper being eutec- 
tically bonded to upper and lower surfaces of 

45 said gasket respectively. 

9. The power chip package of claim 5 
wherein said first electrode and said first 
metallic lead each comprises copper that is 
eutectically bonded to said dielectric plate of 

50 said upper package section. 

1 0. The hermetic power chip package of 
claim 9 wherein said metallic sealing ring of 
said package upper section comprises copper 
that is eutectically bonded to said dielectric 

55 plate of said package upper section. 

1 1 . The hermetic power chip package of 
claim 5 wherein said package lower section 
further comprises a dielectric plate bond d to 
th underside of said p wer chip 1 w r lec- 

60 tr d and a metallic sheet bonded to the 
underside of said dielectric plate. 

12. A hermetic p w r chip package sub* 
stantialty as her in described with refer nee to 
the accompanying drawings. 
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